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amorphous, and is often mixed with native mercury
and cinnabar. Found massive. Colour between dark
cochineal and dark lead grey. Its streak cochineal red
and shining. Fracture even. Opaque. Internal lustre
29 1, semimetallic. Soft. Sectile. Frangibility 5.
Specific gravity from 7*100 * to T186 f. When heat-
ed the mercury evaporates. It is insoluble in nitric^
and soluble in muriatic acid J.

Subspecies 2. Slaty Hepatic Ore. Occurs in Idria^
Almadin in Spain, and in Siberia. Colour as the pre-
ceding. Massive. Lustre of principal fracture 3 ; of
cross fracture 1, semimetallic. Principal fracture curved
thick slaty ; cross fracture uneven. Fragments slaty*
FrJfigibility 6. In other respects agrees with the pre-
ceding.

The following Table exhibits a view of the constitu-
ents of these species, according to the most recent
arfalyses.
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